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NARA RG104, Entry 1, Box 184 


Treasury Department, 

Bureau of the Mint, 

December 15, 1893 

R.E. Preston 
Director. 

Transmits Assayer’s report of Assay Coins for Nov. 1893. 


[Report One:] 

Treasury Department, 

Bureau of the Mint, 

Washington, D.C., 

December 15, 1893 

Assayer’s Report of test coins issued at Mint of United States at Philadelphia, in November, 
1893, Denomination Eagles. 



Weight. 


Fineness. 



No. of 
Delivery. 

Grains. 

Dec. 

Gold. 

Silver. 

Copper. 

88 

257 

92 

900.4 




257 

90 

900.3 



89 

257 

90 

900.1 




257 

95 

900.1 



90 

257 

95 

900.1 




257 

90 

900 







































Average... 

257 

90 + 

900.2 + 




Cabell Whitehead 
Assay er. 


(Ed. 8-2-’92-1,000.) T.B. 




NARA RG104, Entry 1, Box 184 


[Report Two:] 

Treasury Department, 

Bureau of the Mint, 

Washington, D.C., 

December 15, 1893 

Assayer’s Report of test coins issued at Mint of United States at Philadelphia, in November, 
1893, Denomination Eagles. 



Weight. 


Fineness. 



No. of 
Delivery. 

Grains. 

Dec. 

Gold. 

Silver. 

Copper. 

78 

257 

96 

900.2 




257 

91 

900.2 



79 

257 

81 

900.1 




257 

80 

900.5 



80 

257 

95 

900.4 




258 

01 

900.4 



82 

257 

91 

900.3 




257 

93 

900.1 



83 

257 

96 

900.2 




257 

92 

900.3 



94 

257 

78 

900.2 




257 

75 

900.3 



Average... 







Cabell Whitehead 
Assay er. 


(Ed. 8-2-’92-1,000.) T.B. 




NARA RG104, Entry 1, Box 184 


[Report Three:] 

Treasury Department, 

Bureau of the Mint, 

Washington, D.C., 

December 15, 1893 

Assayer’s Report of test coins issued at Mint of United States at Philadelphia, in November, 
1893, Denomination Half Eagles. 



Weight. 


Fineness. 



No. of 
Delivery. 

Grains. 

Dec. 

Gold. 

Silver. 

Copper. 

71 

128 

92 

900. 




128 

98 

900.2 



72 

128 

95 

900.1 




129 

05 

900.2 



73 

128 

90 

900.2 




129 


900.2 



76 

128 

96 

900.2 




128 

90 

900.2 



77 

129 


900.5 




129 


900.2 















Average... 

128 

96 

900.2 




Cabell Whitehead 
Assay er. 


(Ed. 8-2-’92-1,000.) T.B. 




